THE ANALYSIS OF  CHROME  CEMENT
145
It is washed with ammonium nitrate wash, ignited, blasted, cooled and weighed as A1203 plus a little silica which is removed by evaporation with some HF1 plus 10 drops of cone. H2S(X Deduct blanks.
Chromic Oxide. Fuse 0.3 or 0.4 gram of the sample in 8 grams of sodium peroxide in an iron crucible and finish as in chrome ore. (See page 140.)
RESULTS.
	Per cent.		Per cent.
Ignition loss .	2   34.	Silica	3   21
Iron monoxide (FeO). . Alumina	30.00 23   2O	Chromic oxide (CroOs)..	40.80
			
Note.     Sodium carbonate fusions are not successful as a method of decomposing the above cement.